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For flat sheets the covers should be 6 feet 6 inches
by 3 feet 6 inches, by 3 feet 6 inches deep, to take
sheets up to 3 feet wide.

PICKLING.

Not knowing whether muriatic acid can be
readily procured in the neighbourhood of the works,
or within a reasonable distance, in South Wales,
I have assumed that sulphuric acid would be used.
Muriatic acid is generally used by the galvanizers,
but the relative cost is about the same, as though
sulphuric acid is about double the price of muriatic
acid, it takes less. Muriatic acid has this advan-
tage, that the pickling can be performed quicker,
and the sheets galvanized straight away from the
acid, whilst pickling with sulphuric acid not only
takes more time, but the sheets must stand in water
for some time preparatory to being galvanized.

The gravity of sulphuric acid for pickling should
be i * 850. Proportion, five parts of water and one
part acid. Time required, about 20 minutes. Dura-
tion in water-tanks, 24 hours. Sulphuric acid weighs
19 Ibs. per gallon, so that the weight required in a
tank can be easily ascertained by taking the cubical
contents. The marketable value is about ^3 IDS.
per ton.

Muriatic acid is generally of the strength of
35 Twaddle, but this strength is not guaranteed,